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Lawrence  Count 3'  is  on  the  west  boundary  r the  State  between 
IvArcer  and  ♦Beaver  counties.  The  c-;unty5s  greatest  width  fron  n rth 
to  south  is  20  miles;  fron  east  to  west  is  25  miles.  Its  area  is 
370  square  tiles.  Its  population  in  1920  was  85,545, 
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The  northern  part  of  Lawrence  County  shows  plainly  the  effect  of 
glacial  acticn.  The  surface  is  rolling;  there  are  no  hills  or  knobs 
with  steep  slopes;  there  are  no  deeply  intrenched  streams,  and  the 
valleys  and  flats  are  covered  with  many  feet  of  glacial  drift.  The 
southern  part  of  the  county,  below  the  terminal  morraine , is 
decidedly  hilly.  The  streams  have  deeply  intrenched  themselves  in 
valleys  with  steep  slopes,  having  massive  sandstone  outcrops.  Steep 
hills  arc  numerous.  Three  terraces  arc  well  developed  along  the 
larger  drainage  basins* 

The  rocks  in  the  county  lie  nearly  flat;  locally  they  dip 
gently  northward* 


COAL  BEDS. 

Sharon  Coal;  The  Sharon  coal,  which  has  been  an  important  bed 
in  Mercer  County,  is  very  thin  in  Lawrence  County,  and  is  rarely 
mineable.  The  coal  is  dirty  and  has  none  of  the  characteristics  it 
displays  a few  miles  to  the  north. 

Quake r t own  Coal.  This  bed  is  thin,  averaging  less  than  IE 

inches  but  is  persistent*  At  a few  points  it  is  mineable*  In  the 
vicinity  of  Quaker town  Hun  the  coal  has  a maximum  thickness  of  3 feet 
and  has  been  mined  for  domestic  fuel.  The  coal  tends  to  be  of  the 
blocky  variety;  it  is  high  in  ash,  sulphur  and  volatile  matter.  The 
fixed  carbon  is  low. 

Lower  Mercer  Coal.  This  bed  is  thin  and  is  rarely  mineable. 

It  is  very  persistent,  but  is  very  shaly  and  pyritous.  The  coal  is 
thickest,  3 feet,  in  the  Neshannock  Valley  and  In  the  vicinity  of  New 
Wilmington.  The  average  is  much  less.  In  places  a few  inches,  at  the 
bottom  is  canneloid  coal. 

Upper  Mercer  Coal.  This  coal  is  not  of  commercial  importance 
in  the  county.  Its  horizon  is  marred  by  a few  inches  of  clean  coal, 
or  many  feet  of  coal  so  dirty  that  it  cannot  he  mined  profitably. 

A thin  and  impure  coal  appears  locally  a few  feet  below  the 
Homewood  sandstone.  It  has  been  mined  for  domestic  use  in  the 
absence  of  better  coal. 

Brookville  ("A1')  Coal.  This  bed,  lying  directly  upon,  or  a few 
feet  above  the  Homewood  sandstone,  is  rarely  mineable  and  in  places 
is  entirely  absent.  It  has  been  mined  in  the  northern  part' of  the 
county,  where  it  is  locally  3 feet  6 inches  to  4 feet  thick,  with  cne 
bone  or  pyrite  parting  a few  inches  from  the  top.  The  coal  is  clean 
and  of  good  quality,  although  its  thickness  does  not  warrant  produc- 
tion in  many  places. 

Clarion  (nAln)  Coal.  This  bed  is  rarely  mineable  in  the  county. 
It  is  locally  18  inches  thick,  but  averages  about  6 inches, 

ICittanninv  Coals.  The  correlation  of  the  Kit tanning  rroup  of 
coals  in  Lawrence  County  is  uncertain.  Two  of  these  coals  arc  very  ' 
thi$  and  unimportant.  A third,  locally  known  as  the  Darlington  coal, 
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above  the  Darlington  coal,  is  persistent  in  the  county,  but  is  very 
lenticular  and  variable  in  quality.  The  coal  is  less  than  2 feet 
thick,  and  is  very  dirty  and  high  in  sulphur.  Locally,  as  in  Perry 
township , the  bed  is  over  5 feet  thick,  but  is  very  dirty, 

Beaver  township  it  has  a local  thickness  of  6 feet  and  is 
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